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(54) ELECTROOPTIC DEVICE 

(57)Abstract: 

PURPOSE: To improve the conductivity and to uniform 
the thickness of a liquid crystal layer by making particles 
for conduction larger in diameter than spacers arranged 
in the seal part of the electrooptic device which consists 
of a couple of substrates having transparent electrodes 
on the internal surfaces and has the conduction part for 
connecting the electrode of one substrate to the 
electrode of the other substrate at the seal part. 
CONSTITUTION: The transparent electrodes 6 and 7 
are formed of indium oxide and tin monoxide on the 
glass substrates 4 and 5. Then, a material formed by 
dispersing polystyrene, plated With nickel as conductive 
particles 2 into thermosetting epoxy resin is formed at 
the overlap part of the transparent electrodes 6 and 7 by 

a screen printing method. Then thermosetting epoxy resin is used for the seal part 3, and 
glass fiber is used to form spacer materials 1 except at the conductive particles 2. Then 
pressure is applied and heating is carried out to set the thermosetting epoxy resin. In this 
case, the particles 2 for conduction are made larger in diameter than the spacer materials 1 to 
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Improve the uniformity of a liquid crystal layer and the strength of the seal part. 
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